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1 

Die Erfindung bezieht sich auf das Brikettiercn von. 
zerkleinerten Brennstoffen urater Bindemittelverwen- 
dung und erlaubt es, unabhangig von der im Grund- 
material vorhandenen Feudhtigkeit zu arbeiten. 

Bei den bisher bekannten Verfahren zum Briket- 5 
tieren von zerkleinerten Brennstoffen, insbesondere 
bei Verwendung von feuchten Grundstoffen, ergaben 
sich oft MiBerfolge, da fur die Brikettiemng feuchter 
Brennstoffe praktisch nur die wenigsten Bindemittel 
geeignet sind. Meist werdcn daher bei der Brikettie- 10 
rung derartiger feuchter Brennstoffe Briketts erhalten, 
die den geforderten Anspruchen nicht genugen. Es 
ist in solchen Fallen notwendig, den Brennstoff 
vorhcr zu trocknen. urn einwandfreie Preflkorper 
gewinnen zu kdnnen. ( 15 

Nach einem bekannten Verfahren wird dem Stein- 
kohlenteer abgesetztes Waschol in einer Menge von 
5 bis 50% zugesetzt, destilliert und das verbleibende 
Pech als Brikettierbindemittel verwendet. Hierbei 
darf, wie aus dem Betrieb von Brikettierfabfiken ao 
bekannt ist, der Gehalt der Brikettierkohle einen 
bestimmten Feuchtigkeitsgrad nicht uberschreiten. 
Die Vertrockmingsanlage wird laufend darii1>er uber- 
wacht, daB die Brikettierkohlegenugend getrocknet ist 
und der Gehalt an Oberflachenwasser nicht 1 ,5 °/o fiber- 25 
steigt. Bei Anlagen ohne Vortrocknung wird die kalte 
Feinkohle mit 1,5 bis 4,0% Feuchtigkeit nach der 
Pechzumischung unmittelbar dem Dampfknetwexk 
aufgegeben. 

Ein anderes Verfahren, welches unter anderera 30 
Braunkohlenteerpech zur Agglomerierung verwendet, 
arbeitet ebenfalls nach dem Trocken-HeiB-ProzeB, 
d.h. die Agglomerierung wird durch Vermischen des 
trockenen BrennstofTes mit dem Bindemittel und Ver- 
arbeiten im Dampfknetwerk vor dem Verpressen 3f 
bewirkt. 

In dem Patent 958 554 wird bei einem Verfahren 
zur Herstellung eines Bindemitteis ftir die Briket- 
tiemng von zerkleinerten, feuchten oder angefeuchteten 
Brennstoffen unter Verwendung von Steinkohlenteer- 40 
pechen und einer aromatischen cyclischen Verbindung 
vorgeschlagen., Steinkohlenteerpeche mit einem Er- 
weichungspunkt von hochstens 60° K. S., die mit 
einem KohleaufschluB behandelt oder durch Verblasen 
hergestellt sind und denen gegebenenfalls Fluxmittel 45 
zugegeben werden, mit geringen Mengen fester aroma- 
tischer Verbindungen mit hochstens drei Ringen zu- 
sammenzuschmelzen und die so gewonnene Teerpech- 
schmelze, gegebenenfalls nach Erkalten und Wieder- 
aufschmelzen, innig mit den kalten Brennstoffen zu 50 
mischen und das Gemisch zu formen. In Wei terbil dung 
dieses Verfahrens schlagt die Erfindung vor, das zur 
Herstellung der Teerpedischmelze dienende Stein- 
kohlenteerpech teilweise oder ganz durch andere 
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Anmelder: 
Gelsenkirchener Bergwerks-Aktien- 
Gesellsdiaft, Essen f Rosastr. 2 



Dipl.-Ing. Franz Eisenhut, Wanne-Eickel, 
Dipl.-Ing. Viktor Gobiet, Wanne-Eidcel, 
und Dr. rer. nat. Adolf Siegl, Wanne-Eidtel, 
sind als Erfinder genannt worden 
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Peche, die aromatische Kohlenwasserstoffe enthalten, 
insbesondere Wascholpech oder Braunkohlenteerpech, 
zu ersetzen. Wie im Hauptpatent kdnnen den Grund- 
stoffen Wasser und/oder Gaskondensat zugemischt 
werden. 

Der technische Fortschritt bei der Ausfuhrung des 
neuen Verfahrens besteht darin, daB die zerkleinerten 
Brennstoffe in feuchtem Zustand ohne Zufuhrung von 
Warme und unter Verwendung von nur kleinen 
Mengen heifier Teerpechschmelze als Bindemittel ver- 
preflt werden konnen, wobei der erforderliche Druck 
gering ist. Die Rohstoffgrundlage fur das Verfahren 
nach dem Hauptpatent wird dadurch erweitert und 
vor allera bei Wascholpech die nutzbringende Ver- 
wendung eines bisher kaum verwertbaren Stoffes 
ermoglicht. 

PATENTANSPRUCH: 

. Verfahren zur Herstellung eines Bindemitteis 
fur die Brikettierung von zerkleinerten, feuchten 
oder angefeuchteten Brennstoffen nach Patent 
958 554, dadurch gekennzeichnet, daB das Stein- 
kohlenteerpech der Teerpechschmelze teilweise 
oder ganz durch andere Peche, die aromatische 
Kohlenwasserstoffe enthalten, insbesondere Wasch- 
olpech oder Braunkohlenteerpech, ersetzt wird. 

In Betracht gezogene Druckschriften: 
Franzosische Patentschrift Nr. 529 572; 
pGluckaufc, 1933, Nr. 12, S. 266. 
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1 

The invention relates to the briquetting of powdered fuels with the use of binders and 
makes it possible to work, independent of the moisture present in the material 

In the methods known till now on briquetting of powdered fuels, especially in the use 
of moist raw materials, often failures resulted, since for the briquetting of moist fuels, practically only the 
least binding materials are suitable. Hence, mostly in the briquetting of such kinds of moist fuels, briquettes 
are obtained, which do not meet the required demands. It is necessary, in such cases, to be able to dry the 
fuel beforehand, to obtain unobjectionable pressed material, 

According to a well-known method, wash oil deposited from coal tar is added in a 
quantity of 5 to 50 %, distilled and the rerraining pitch is used as briquetting binder. In doing so, as is 
known from the operation of briquette manufacturing, the content of briquetting coal should not exceed a 
certain degree of humidity. The desiccation plant is continuously supervised over it so that the briquetting 
coal/carbon is sufficiently dried and the content of surface water does not exceed 15 %. In the case of 
plants without pre- desiccation, the cold fine coal with 1.5 to 4 % moisture is fed directly into the 
steam boiler kneading works after admixture with pitch. 

Another method, which uses, among others, brown coal/lignite tar pitch for 
agglomeration, operates in similar manner according to the Dry - Heat - Process, i.e. the agglomeration is 
effected by the mixing of dry fuel with the binding material and manufacturing in the steam boiler kneading 
plant before compacting. 

In the Patent 958 554, a method for the manufacture of binding material for the 
briquetting of powdered, moist or wet fuels using mineral coal tar pitch and an aromatic cyclic compound 
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is suggested, mineral coal tar pitch with a softening point of, at the most, 60 K.S., which are treated with a 
coal decomposition or by blowing are manufactured, and if need be, fluxes are added to it, with small 
amounts of solid aromatic compounds with, at the most, three rings, for fusing them 
together, and the tar pitch melt thus obtained, if necessary, after cooling and remelting, mixed thoroughly 
with the cold fuels, to form the mixture. In a further development of this method, the invention suggests the 
replacement of the mineral coal tar pitch used for the manufacturing of tar pitch melt, partly or wholly, by 
other pitches, which contain aromatic hydrocarbons, especially wash oil pitch or brown coal tar pitch. As in 
the main patent, water and/ or gas condensate can be admixed to the raw materials. 

The technical advancement in carrying out the new method consists in that the 
powdered fuels can be compacted in the moist state without supply of heat and using only small amounts of 
heated tar pitch melt as binding agent, in which the required pressure is small. The raw material base for the 
method, according to the main patent, is thereby expanded and facilitates, especially in the case of wash oil 
pitch, the profitable application of an utilizable material scarcely thought of hitherto. 



CLAIM 



Method for the manufacture of a binding material for the briquetting of powdered, moist 
or wet fuels, as claimed in Patent 958554, 
Characterized in that 

Mineral coal tar pitch of tar pitch melt is replaced partly or wholly by other pitches, 
which contain aromatic hydrocarbons, especially wash oil pitch or brown coal tar pitch. 

Publications taken into consideration: 

French Patent publication No. 529 572 
"Glueckauf, 1933,No.l2, P.266 
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